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AMENDMENTS TO THE CLAIMS 

This listing of claims will replace all prior versions and listings of claims in the 
application: 

LISTING OF CLAIMS: 

1. (original): A high-density electrode, comprising an electrode active substance 
and carbon fiber having a fiber filament diameter of 1 to 1,000 nm, wherein the porosity of the 
electrode is 25% or less. 

2. (original): The high-density electrode as claimed in claim 1, wherein the carbon 
fiber is graphite carbon fiber which has undergone thermal treatment at 2,000°C or higher. 

3. (original): The high-density electrode as claimed in claim 1, wherein the carbon 
fiber is graphite carbon fiber having a surface onto which an oxygen-containing functional group 
has been introduced through oxidation treatment. 

4. (original): The high-density electrode as claimed in claim 1, wherein the carbon 
fiber is graphite carbon fiber containing boron in an amount of 0.1 to 100,000 ppm. 

5. (original): The high-density electrode as claimed in claim 1, wherein Ihe amount 
of the carbon fiber is 0.05 to 20 mass%. 
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6. (original): The high-density electrode as claimed in claim 1, wherein the carbon 
fiber has an average aspect ratio of 5 to 50,000. 

7. (original): The high-density electrode as claimed in claim 2, wherein the graphite 
carbon fiber has, at a (002) plane, an average interlayer distance (dooa) of 0.344 nm or less as 
measured by means of X-ray diffractometry. 

8. (original): The high-density electrode as claimed in claim 1, wherein the carbon 
fiber has, in its interior, a hollow structure. 

9. (original): The high-density electrode as claimed in claim 1, wherein the carbon 
fiber contains branched carbon fiber. 

10. (canceled). 

11. (withdravra): The high-density electrode as claimed in claim 10, wherein the 
carbon material contains Si. 

12. (withdrawn): The high-density electrode as claimed in claim 10, wherein the 
carbon material is a non-graphite carbon material, and the bulk density of the electrode is 1.5 
g/cm^ or more. 
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13. (withdrawn): The high-density electrode as claimed in claim 10, wherein, before 
being formed into an electrode, the carbon material serving as the electrode active substance is in 

the form of carbonaceous particles satisfying the following requirements: 

(1) average roundness as measured by use of a flow particle image analyzer is 0.70 to 
0.99; and 

(2) average particle size as measured by means of laser difiractometry is 1 to 50 fjm. 

14. (original): The high-density electrode as claimed in claim 10, wherein the carbon 
material contains a graphite material in an amount of 50 mass% or more, and the bulk density of 
the electrode is 1.7 g/cm^ or more. 

15. (withdrawn): The high-density electrode as claimed in claim 14, wherein tiie 
graphite material contains boron. 

16. (withdrawn): The high-density electrode as claimed in claim 14, wherein, before 
being formed into an electrode, the carbon material serving as the electrode active substance is in 
the form of carbon particles containing, in an amount of 50 mass% or more, graphite particles 
satisfying the following requirements: 

(1) average roundness as measured by use of a flow particle image analyzer is 0.70 to 
0.99; and 

(2) average particle size as measured by means of laser diffractometry is 1 to 50 jam. 
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17. (original): The high-density electrode as claimed in claun 14, wherein the 
graphite material is carbon particles containing, in an amount of 50 mass% or more, graphite 
particles satisfying the following requirements: 

(1) Co of a (002) plane as measvired by means of X-ray diffractometry is 0.6900 nm. La 
(the size of a crystallite as measured along the a-axis) is greater than 100 nm, and Lc (the size of 
a crystallite as measured along the c-axis) is greater than 100 nm; 

(2) BET specific surface area is 0.2 to 5 m^/g; 

(3) true density is 2.20 g/cm^ or more; and 

(4) laser Raman R value (the ratio of the intensity of a peak at 1,360 cm"' in a laser 
Raman spectrum to that of a peak at 1,580 cm'' in the spectrum) is 0.01 to 0.9. 

18. (withdrawn): The high-density electrode as claimed in claim 1, wherein the 
electrode active substance is a Li alloy. 

19. (withdrawn): The high-density electrode as claimed in claim 1, wherein the 
electrode active substance is a lithium nitride material. 

20. (withdrawn): The high-density electrode as claimed in claim 1, wherein the 
electrode active substance is a silicon oxide material. 

21. (withdrawn): The high-density electrode as claimed in claim 1, wherein the 
electrode active substance is a metal oxide material. 
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22. (withdrawn): The high-density electrode as claimed in claim 21, wherem the 
metal oxide material contains a tin oxide material in an amount of 60 mass% or more. 

23. (withdrawn): The high-density electrode as claimed in claim 21, wherein the 
metal oxide material contains a cobalt oxide in an amoimt of 60 mass% or more, and the bulk 
density of the electrode is 3.6 g/cm^ or more. 

24. (withdrawn): The high-density electrode as claimed in claim 21, wherein the 
metal oxide material contains a manganese oxide in an amount of 60 mass% or more, and the 
bulk density of the electrode is 3.0 g/cm^ or more. 

25. (withdrawn): The high-density electrode as claimed in claim 21, wherein the 
metal oxide material contains a mixture of a cobalt oxide and a manganese oxide in an amount of 
80 mass% or more, and the bulk density of the electrode is 3.4 g/cm^ or more. 

26. (withdrawn): The high-density electrode as claimed in claim 21, wherein the 
metal oxide material contains a nickel oxide in an amount of 60 mass% or more, and the bulk 
density of the electrode is 3.4 g/cm^ or more. 

27. (withdrawn): The high-density electrode as claimed in claim 21, wherein the 
metal oxide material contains a vanadium oxide in an amount of 60 mass% or more, and the bulk 
density of the electrode is 2.3 g/cm^ or more. 



6 



AMENDMENT UNDER 37 C.F.R. §1.111 
Application No.: 10/565,302 



Attorney Docket No.: Q76805 



28. (withdrawn): The high-density electrode as claimed in claim 1, wherein the 
electrode active substance is a metal sulfide material. 

29. (withdrawn): The high-density electrode as claimed in claim 1, wherein the 
electrode active substance is an iron olivine compoxmd. 

30. (currently amended): The high-density electrode as claimed in claim 1, 
containing a carbon fiber having a filament diameter of 1 to 1,000 nm in an amount of 0.2 to 20 
mass%, and having a capacity density of 100 mAh/g or highe r and a high e lectrolytic solution 
permeability . 

31. (original): The high-density electrode as claimed in claim 30, wherein the 
electrode absorbs 3 i^l of propylene carbonate within 500 seconds at 25°C and 1 atm. 

32. (previously presented): A battery comprising a high-density electrode as recited 
in claim 1. 

33. (previously presented): A secondary battery comprising a high-density electrode 
as recited in claim 1. 

34. (original): The secondary battery as claimed in claim 33, which comprises a non- 
aqueous electrolytic solution and/or a non-aqueous polymer electrolyte, wherein a non-aqueous 
solvent employed for the non-aqueous electrolytic solution and/or the non-aqueous polymer 
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electrolyte contains at least one species selected from the group consisting of ethylene carbonate, 
diethyl carbonate, dimethyl carbonate, methyl ethyl carbonate, propylene carbonate, butylene 
carbonate, and vinylene carbonate. 

35. (withdrawn): A lithium battery electrode having high electrolytic solution 
permeability, containing a carbon fiber having a filament diameter of 1 to 1,000 nm in an amount 
of 0.2 to 20 mass%, and the electrode having a capacity density of 100 mAh/g or higher. 

36. (withdrawn): The lithium battery electrode having high electrolytic solution 
permeability as claimed in claim 35, wherein the electrode absorbs 3 \il of propylene carbonate 
within 500 seconds at 25°C and 1 atm. 

37. (withdrawn): A lithiimi secondary battery comprising the lithium battery 
electrode having high electrolytic solution permeability as recited in claim 35. 
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